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LABORATORY NOTES,

As soon as the solution is colourless add 30 c.c. of
1*045 specific gravity acetic acid and 10 grammes of
sodium acetate.
Boil.
Titanium oxide (Ti02) will separate, but may be
impure. If, however, it is re-dissolved and re-precipi-
tated, the TiO2 will be pure, and should be white.
Collect the precipitate on a 12*5 cm. Swedish filter
and wash.
Dry the washed precipitate, ignite, allow to cool,
weigh, and calculate the percentage.
The pure oxide contains 60*05 per cent, of
titanium.
Log 60-05 = 1-7785130.